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© SOURCE OF SCATTERED LIGHT AND LIQUID CRYSTAL DISPLAY. 



® An economical source of scattered light having a 
simple structure is provided for uniform surface light- 
ing. Light (A) is emitted from a fluorescent lamp (5) 
to an entrance surface (2) of a wedge (1), in which 
the light (A) is scattered and reflected repeatedly, 
while it leaves the wedge at reflection points (PI , P2, 
P3...). As the light advances in the wedge, angles of 
reflections 52, 03...) increase, gradually, thus 
increasing the chance of the light to go out through 
the emission surface (3). This effect offsets the ef- 
fect of the part adjacent to the light source (5) 
shining brightiy, and therefore, the brightness of the 
emission surface (3) is made uniform. Reflecting 
sheets are provided on the inclined surface (4) of the 
wedge and on the back surface of the fluorescent 



lamp (5) to increase the brightness of the surface 
(3), and prism-like elements can be provided on the 
side of the emission surface (3) to correct the direc- 
tion of the emission. When the source of light of the 
present Invention is mounted on a liquid crystal 
display as its backlight, its display quality is im- 
proved. 
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DISCLOSURE OF INVENTION 

Accordingly, it is a fundamental object of tfie 
present Invention to provide a light scattering and 
guiding light source device which is quite simple in 
structure but permits light to be taken out of the 
light source device at a high efficiency with high 
uniformity from and around the direction at right 
angles to the light exit surface, whereby solving all 
the problems with the prior art techniques. 

It is a second object of the invention to provide 
a liquid crystal display which uses the light source 
device described in the preceding paragraph and 
accomplishes a bright viewing screen having high 
display quality. 

The fundamental object described above, is 
achieved by a light scattering and guiding light 
source device, said light source device comprising: 
a light scattering guide having at least one light 
incident surface area and at least one light exit 
surface area; and a light source means for sup- 
plying light to the light incident surface area. The 
thickness of the light scattering guide tends to be 
reduced with the increasing of distance from the 
light incident surface. The light exit direction char- 
acteristics from the light exit surface is modified by 
disposing a light exit direction modifying means for 
modifying the light exit direction characteristics. 
The modifying means gives on the light exit sur- 
face area of the light scattering guide and is moun- 
ted integrally with, or independent of the guide. 

The aforementioned second object is achieved 
by a liquid crystal display having a backlight 
source mounted on the rear side of a liquid crystal 
display panel, the backlight source being com- 
posed of a light scattering guide and a light source 
means for supplying light through the light incident 
surface area. The light scattering guide has at least 
one light incident surface, area and at least one 
light exit surface area and a region whose thick- 
ness tends to decrease with the increasing dis- 
tance from the light incident surface. 

The present invention is based on a novel 
finding that light can be extracted at a high taking 
. out efficiency and with high uniformity to or around 
the direction at right angles to the light exit surface 
area (hereinafter referred to as front direction) by 
imparting the above-described feature in shape 
(i.e., the tendency of decreasing thickness with the 
increasing distance from the light incident surface 
area) to the light scattering guide. 

This technical concept is distinctly distin- 
guished from the prior art concept in which tech- 
niques based on a graded scattering poker or the 
like. 



BRIEF DESCRIPTION OF DRAWINGS 

Rg. 1 is a cross-sectional view of the fundamen- 
tal arrangement of a light scattering guide and a 
5 light source element in accordance with the 
present invention; 

Rg. 2 is a diagram illustrating the effect of exit 
direction modifier (prismatic element) utilizing 
prismatic effect; 

10 Fig. 3 Is a cross-sectional view of a light scatter- 
ing and guiding light source device comprising 
the fundamental arrangement shown in Rg. 1 
and members attached thereto; 
Rg. 4 is a graph showing the results of mea- 

75 surements of the brightness distribution for em- 
bodiments of light scattering and guiding light 
source devices (as shown in Fig. 3) in accor- 
dance with the present invention; 
Rg. 5 is a diagram illustrating how to define the 

20 angles for . the measurement of light exit direc- 
tion characteristic of the light exit surface of the 
light sciattering and guiding light source device; 
Rg. 6 is a graph showing the results of mea- 
surements of light exit direction characteristics 

25 of the light exit surface of the light scattering 
and guiding light sources some of which use 
prismatic devices, the others using no prismatic 
element; 

Rgs. .7, (i), (ii) and (iii), exemplarily illustrates the 
30 shapes and arrangements of light scattering 
guides and light source elements employed in 
light scattering and guiding light source devices 
in accordance with the present invention; 
Rg, 8 illustrates another light scattering and 
35 guiding light source device in accordance with 
the present invention, wherein a U-shaped flu- 
orescent lamp is employed; 
Rg. 9 illustrates still another light scattering and 
guiding light source device in accordance with 
40 the present invention, wherein one light source 
element is used for two light scattering guides. 

BEST MODE FOR CARRYING OUT THE INVEN- 
TION 

45 

The fundamental concept of the present inven- 
tion is described first by referring to Rg. 1 which 
Illustrates a cross section of the fundamental ar- 
rangement of a light scattering guide and a light 
50 source in accordance with the present invention. 
The light scattering guide, indicated by reference 
numeral 1, has a light Incident surface 2. a light 
exit surface 3, and an inclined surface 4. A light 
source element 5 such as a fluorescent lamp sup- 
55 plies light flux to the light scattering guide 1 
through the incident surface 2. 

The light scattering guide 1 is a wedge-shaped 
block which is obtained by giving a uniform scatter- 
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ing power in three-dimensions to a transparent 
body made of an organic or inorganic material, said 
scattering power being based on adding of par- 
ticles having refractive index different from that of 
the transparent body to the transparent body, by 
kneading of materials having refractive index dif- 
ferent each other or by producing a irregularity in 
refractive Index through a polymerization process. 
The present invention places no limitation on the 
material of the light scattering guide as long as it 
guides light over a considerable distance while 
scattering a part of the light. 

In the illustrated arrangement, the principal 
component of the light introduced to the light scat- 
tering guide 1 through the light incident surface 2 
is expected to make a small angle with respect to 
the horizontal direction, as indicated by the arrows. 
Now, assuming that light ray A represents the light 
flux introduced to the light scattering guide 1. the 
behavior of the light rays is as follows. 

The direction of the typical light ray A intro- 
duced to the light scattering guide 1 is changed at 
a certain ratio by scattering and, at the same time, 
is reflected back and forth between the light exit 
surface 3 and the inclined surface 4, approaching 
the end portion of the light scattering guide 1. A 
part of the light is made to go outwards at each of 
reflection points Pi , P2. P3, and so on. 

If a mirror is disposed on the inclined surface 
4, most of the light is returned into the light scatter- 
ing guide 1. At the reflection points Pi, P2, Pa, etc, 
light is specularly reflected as indicated by di, &2. 
03, etc. Because surfaces 3 and 4 are not parallel 
to each other, the angle 6 increases gradually with 
the increasing number of reflections. Therefore, the 
possibility that light leaves the light exit surface 3 
increases. Hence, this effect is referred to here as 
multiple reflection effect. 

If the intensity of light going out of the light exit 
surface 3 is estimated by a function f(x) of the 
distance x from the light incident surface 2, the 
multiple reflection effect is a factor rendering the 
function f(x) an increasing function. On the other 
hand, in portions close to the incident surface 2, 
the effect of the proxinnity to the light source 5 acts 
on both direct light and scattered light, with the 
result that this effect is naturally a factor rendering 
the function f(x) a decreasing function: 

The present invention Is based on the finding 
that the function f(x) can be flattened by superim- 
posing these two factors. 

Because latter light source proximity effect has 
been considered to be a factor lowering the uni- 
formity of brightness of the light scattering guide, a 
gradient is given to the scattering power of the light 
scattering guide or to the reflecting power over 
reflective points. According to the prior art concept, 
it follows that large thickness of the light scattering 



guide on the side of the light Incident surface 
rather promotes the proximity effect. Hence, it 
would be natural to consider that the present con- 
cept is against the uniformity of brightness. 

5 The present Invention overthrows this conven- 

tional concept by making use of the above-de- 
scribed multiple reflection effect. 

Since a larger angle between surfaces 3 and 
4 in Fig.1 provides an tendency of rapidly increas- 

10 ing e, a small angle is preferable to exert the 
multiple reflection effect up to the end of the light 
scattering guide 1 . 

As the multiple reflection effect tends to be 
intensive in weak scattering power of the light 

75 scattering guide 1, it can be said that the novel 
light scattering and guiding light source has char- 
acteristics adapted for light source devices of a 
relatively large area. 

FurthermorOi the tendency of the increasing 

20 reflection angles e^, &2. 03 » etc. can be controlled 
by making the inclined surface 4 (in some cases, 
the light exit surface 3. too) curved to give a more 
preferable brightness distribution. 

Since the novel light scattering and guiding 

26 light source device makes use of the multiple re- 
flection effect as described above, light exits from 
the light exit surface at a relatively large exit angle. 
To impart a more desired direction characteristic to 
the outgoing light intensity, an exit direction modi- 

30 tying means utilizing prismatic effect can be used. 
The exit direction modifying means utilizing pris- 
matic effect is described in detail in the disclosure 
of the above-cited Japanese Patent Application No. 
102011/1993. The fundamental effect is now de- 

35 scribed briefly by referring to Rg. 2. 

In Fig. 2, light rays Bi, B2, and B3 
representlight rays going out of the light scattering 
and guiding light source 1 through the light exit 
surface 3 and prismatic elements 6. According to 

40 the Sneirs law of refraction, the, direction of propa- 
gation of the light rays Bi , B2, and B3 is modified 
to a direction perpendicularjo the light exit surface 
3. Various modification characteristics can be ob- 
tained by selecting various values as the vertical 

45 angles of the prismatic elements and as the refrac- 
tive index. The exit direction modifying means may 
be a device independent of the light scattering and 
guiding light source 1 or alternatively, the light exit 
surface 3 may be made uneven (see the above- 
so cited Japanese Patent Application). 

The above-described effects of light scattering 
and guiding light source devices in accordance 
with the present invention can also be derived, of 
course, where such a light source device is In- 

55 stalled as a backlight source behind a liquid crystal 
display element. Obviously, the light scattering and 
guiding light source device forming the backlight 
source emits light uniformly and brightly, so that 
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the display quality on the liquid crystal display Is 
improved. The light scattering guide used in the 
present invention is made smaller and lighter be- 
cause of the presence of the region' made thinner 
than conventional light scattering guides with same 
light incident surface area as the present invention, 
with the result that liquid crystal displays Incor- 
porating this is rendered more compact and lighter. 

Specific examples of the method of fabricating 
the light scattering guide employed in the present 
invention and measured optical characteristics are 
described in detail below. 

Four kinds of samples of MMA (methyl 
methacrylate) containing silicone resin particles 
(TOSPEARL 120; TOSHIBA SILLICONE Co.,Ltd.) 
and another sample of MMA containing no particles 
were prepared, wherein said sillicone resin par- 
ticles of 2 am in diameter were dispersed uni- 
formly in MMA samples to 0.05 wt%, 0.08 wt%. 
0,10 wt%, and 0.15 wt%, respectively; thereafter to 
each of these five samples benzoyl peroxide (BPO) 
of 0.5 wt% as radical polymerization initiator and n- 
lauryl mercaptan (n-LM) as chain transfer agent 
were added and cast, polymerization was per- 
formed for each sample at 70 'C for 24 hours to 
fabricate wedge-shaped light scattering guides 
each having the length of 68 mm, the width of 85 
mm and a gradually varying thickness from 3.8 mm 
to 0.2 mm along the longitudinal direction. 

Five light scattering and guiding light source 
devices using these five light scattering guides, 
respectively, with the arrangement shown in Fig. 3 
were fabricated. This arrangement was the same 
as the arrangement shown in Rg. 1 except that 
reflective sheets made of silver foil were disposed 
along the Inclined surfaced and the rear surface of 
the light source element (fluorescent lamp) 5 , and 
that prismatic exit direction modifiers 6 (vertical 
angle of each prismatic element; about 95') were 
disposed to modify the direction of outgoing light 
to the just upward direction. A light diffusing sheet 
8 was disposed between each exit direction modi- 
fier 6 and the light scattering guide 1 to promote 
light scattering. 

The brightness distribution on the side of the 
light exit surface 3 (the surface of the exit direction 
modifier 6) was measured at 10 locations along the 
horizontal direction In the figure for each sample 
with a calorimetric color difference meter (CS100; 
Minolta Co., Ltd.) from the front direction indicated 
by the arrow. The results are shown in Fig. 4. As 
understood from the graph, the transparent body 
having no scattering power provides an increasing 
brightness with the increasing distance from the 
fluorescent lamp 5 except In location quite close to 
the light source element. This result is considered 
to be an evidence demonstrating the aforemen- 
tioned multiple reflection effect. 



It can be cleariy understood from the graph 
that the employment of light scattering guides with 
scattering power compensates for the decreases in 
brightness, at locations relatively close to the light 

5 source element depending on the dispersed 
amount of TOSPEARL (depending on the increas- 
ing scattering power). It is understood that the 
sample containing 0.05 wt% of TOSPEARL-120 
exhibits the flattest characteristic curve. These re- 

10 suits indicate that most portions, except portions 
several millimeters spaced from the light source 
element 5 expected to be affected strongly by the 
direct light from the light source element 5, can be 
used as a uniform surface light source. 

76 Then, the light exit direction characteristic on 

the light exit surface 3 was measured as shown in 
Rg. 5 in order to prove the effect of the exit 
direction modifier 6, where the light scattering 
guide 1 containing 0.08 wt% of the TOSPEARL 

20 dispersed therein. 

Rg. 6 illustrates the results showing the effect 
of the light exit direction modifier (prismatic ele- 
ment) cleariy. That is, if the angle ♦ =0* is de- 
fined as the direction just above the light exit 

25 surface 3 and + and - is defined as illustrated in . 
Fig. 5. no employment of light exit direction modi- 
fier (prismatic element) provides the light intensity 
peak at a large ♦ while the light intensify peak 
appears around the front direction. 

30 Since the direction giving the light intensity 

peak varies depending on the size of irregularity 
structure of refractive index giving a scattering 
power to the light scattering guide (e.g., the diam- 
eter of particles having a different refractive index) 

35 and on the vertical angle of the prismatic element, 
desired exit direction characteristics can be ob- 
tained by selecting appropriate combinations of 
these factors. 

It will be understood from the above descrip- 

40 tlon and from the results of experiments that the 
light scattering and guiding light source device 
shown in Rg. 5 does not limit the scope of the 
present invention, but rather various modifications 
are possible. Some of them are illustrated in Figs. 

45 7-9, in which ancillary members such as prismatic 
elements and light-diffusing sheet are omitted. In 
practice, a. light scattering and guiding light source 
device is built by appropriately adding these an- 
cillary members. 

50 Rg. 7(i) corresponds to the fundamental ar- 

rangement shown in Figs. 1 and 3. Fig. 7(ii) shows 
a structure in which a light scattering guide 1 has a 
thinned central portion and light source elements 
(fluorescent lamp) 6 are mounted on opposite sides 

55 of the guide 1. Rg. 7(iii) shows an arrangement in 
which a light scattering guide 1 has a region whose 
thickness is varied along the illustrated diagonal 
line and light source element (fluorescent lamp) is 
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mounted along two adjacent sides of the light scat- 
tering guide 1 . 

in Fig. 8, a light scattering guide employing the 
fundamental structure shown in Fig. 7(i) is used 
and a U-shaped light source element (fluorescent 5 
lamp) 5 is used to reinforce brightness. Here in the 
figure, the U-shaped fluorescent lamp is shown in a 
position distant from the light scattering guide 1 as 
not yet assembled. This structure has the advan- 
tage that an electric power saving is expected io 
owing to the characteristics of U-shaped fluores- 
cent lamps. (One U-shaped fluorescent lamp con- 
sume a less amount of electric power than three 
separate short straight fluorescent lamps disposed 
in a U-shaped arrangement.) ?5 

Rg. 9 is a cross section of an anrangement in 
which a single fluorescent lamp 5 is used for two 
light scattering guides 1. This concept can be 
extended to an arrangement in which many. wedge- 
shaped light scattering guides 1 are arranged radi- 20 
ally around a spherical light source element to 
provide a circular light source. 

In any arrangement, both front and rear sur- 
faces can be used as light exit surfaces. As de- 
scribed already in the "Disclosure of Invention", 25 
the brightness distribution can be adjusted by 
shaping the light scattering guide 1 into a wedge 
having a tapering inclined surface instead of a 
constant gradient in thickness. Furthermore, ac- 
cording to the principle of the present invention, 30 
the cross section of the light scattering guide may 
be shaped into an isosceles triangle. 

Additionally, it will be understood naturally that 
the light scattering guides employable in the 
present invention is not limited to those obtained 35 
by the method described at the beginning of the 
embodiments. Other examples of manufacturing 
method and the results of measurements of the 
brightness distribution are described briefly below. 

(1) Silicone resin particles (TOSPEARL 120; 40 
. TOSHIBA SILLICONE Co.,Ltd.) were dispersed 
uniformly in MMA (methyl methacrylate) to 0.08 
wt%, wherein said sillicone resin particles are 2 
urn in diameter; thereafter to it benzoyl peroxide 
(BPO) of 0.5 wt% as radical-polymerization in- 45 
itiator and h-lauryl mercaptan (n-LM) as chain 
transfer agent were added and cast polymeriza- 
tion was performed at 70 for 24 hours to 
fabricate a wedge-shaped light scattering guide 
having the length of 68 mm, the width of 85 mm so 
and a gradually varying thicl<ness from 3.8 mm 
to 0.2 mm along the longitudirial direction. 

For this sample, the distribution of bright- 
ness was measured under the same arrange- 
ment as shown in Fig. 3 (the vertical angle of 55 
the prismatic element 6 was 62*) and the result 
showed a uniformity of about 95 % in brightness 
over almost whole of the light exit surface. With 



a commercially available fluorescent lamp used, 
the brightness was about 4000 candela. Another 
measurement of brightness was performed un- 
der the same conditions for an arrangement 
which comprised a commercially available light 
guide plate made of acrylic acid resin having a 
similar thickness to that of the light scattering 
guide employed in the above measurement; and 
the result showed about 2000 candela. (In the 
latter measurement, the light guide plate made 
of acrylic acid had a constant thickness of about 
8 mm and a screenprinted light diffusing layer 
on the back side, while a light diffusing plate 
was disposed along the light exit surface.) This 
demonstrated that a light scattering and guiding 
light source device having a uniform brightness 
level about twice as high as conventional de- 
vices is realized by employing the light scatter- 
ing guide used In the above embodiment. 

(2) Silicone oil was dispersed uniformly in MMA 
(methyl methacrylate) to 0^025 wt% and thereto 
benzoyl peroxide (BPO) of 0.5 wt% as radical 
polymerization Initiator and n-butyl mercaptan 
(n-BM) as chain transfer agent were added and 
a sol making process was performed at 70 
for 30 minutes; thereafter a cast polymerization 
was performed at 65 ' 0 for 24 hours to produce 
a light scattering guide having the length of 68 
mm, the width of 85 mm and a gradually varying 
thickness from 3.8 mm to 0.2 mm along the 
longitudinal direction. 

For this sample, the distribution of bright- 
ness was measured under the same arrange- 
ment as shown in Rg. 3 (the vertical angle of 
the prismatic element 6 was 62*) and the result 
showed a uniformity of about 90 % in brightness 
over almost whole of the light exit surface. With 
a commercially available' fluorescent lamp used, 
the brightness was about 3800 candela. 

(3) Silicone resin particles of 2 um in diameter 
(TOSPEARL 120; TOSHIBA SILLICONE 
Co.,Ltd.) were added to PMMA (polymethyl 
methacrylate) to 0.08 wt% and they were mixed 
in the V-shaped tumbler for 10 minutes, in Hen- 
scher mixer for 10 for 5 minutes. This were then 
naelted and mixed up In a two-axis extruder at a 
cylinder temperature of 220-250 * 0 to form pel- 
lets through extrusion molding. 

The pellets were injection-molded into two 
wedgeshaped light scattering guide by the use 
of an injection molding machine at a cylinder 
temperature of 220-250 • 0 to produce two light 
scattering guides having the length of 68 mm, 
the width of 85 mm and a gradually varying 
thickness from 3.8 mm to 0.2 mm along the 
longitudinal direction having the length of 68 
mm, the width of 85 mm and a gradually varying 
thickness from 3.8 mm to 0.2 mm along the 
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longitudinal direction. 

These two guides were disposed opposite 
each other with two fluorescent lamps as shown 
in Fig. 7(11). Then, the distribution of brightness 
was measured under the condition that the pris- 
matic element and light diffusion sheet 7 were 
removed from the arrangement shown in Fig. 3 
and the result showed a uniformity of about 95 
% in brightness over almost whole of the light 
exit surface showed a uniformity of about 95 % 
in brightness over almost whole of the light exit 
surface. 

With a prismatic element (having the vertical 
angle about 62*) and a light diffusion sheet 
used as in Fig. 3, another measurement per- 
formed in the same manner as the above mea- 
surement gave a result showing a more im- 
proved uniformity. .With a commercially available 
fluorescent lamp used, the brightness was about 
4100 candela. 

(4) A wedge-shaped light scattering guide of the 
shape shown in Fig. 7(iii) was fabricated by the 
same method as described in item (2) above, 
the guide having the length of 68 mm and the 
width of 85 mnri. 

The brightness distribution was measured 
under the condition that the prismatic elements 
and the light diffusing sheet 7 were removed 
from the arrangement shown in Rg. 3 to give a 
result showing a uniformity of about 90 % in 
brightness over almost whole of the light exit 
surface. 

(5) Polytrifluoroethyl methacrylate (P3FMA) was 
added to MMA (methyl methacrylate) to 0.1 wt% 
and uniformly dispersed; thereafter to this sam- 
ple benzoyl peroxide (BPO) of 0.5 wt% as radh 
cal polymerization initiator and .n-lauryl mercap- 
tah (n-LM) as chain transfer agent were added 
and suspension polymerization was performed 
for 24 hours. After the produced polymer was 
subject to heat-treatment and drying, it was ex- 
truded by the use of an two-axis extrude of 30 
mm in diameter at a cylinder temperature of 
220-250 • C to produce pellets. 

The pellets were injection-molded into two 
wedgeshaped light scattering guide by the use of 
an injection molding machine at a cylinder tem- 
perature of 220-250 • C to produce a light scattering 
guide having the length of 68 mm, the width of 85 
mm and a gradually varying thickness from 3.8 mm 
to 0.2 mm along the longitudinal direction. 

This guide was disposed as shown in Fig. 7(1) 
and the distribution of brightness was measured 
under the condition that the prismatic element and 
light diffusion sheet 7 were removed from the ar- 
rangement shown in Fig. 3 and the result showed a 
uniformity of about 95 % in brightness over almost 
whole of the light exit surface. 



Another measurement was performed for the 
arrangement shown in Rg.3 under the condition 
that a prismatic element (having the vertical angle 
of about 62'), a light diffusion sheet and a com- 
5 mercially available fluorescent lamp were em- 
ployed to give a result showing the brightness 
about 4100 candela over almost whole of the light 
exit surface. 

As proved by the above examples, a light 
10 scattering and guiding light source devices in ac- 
cordance with the present invention provide a 
bright and uniform surface light source. Therefore, 
it is obvious that such a light source device used 
as a backlight means for a liquid crystal display 
75 gives a high display quality with low electric power 
consumption. To verify this, a backlight source 
used in a commercially available 4-inch liquid cry- 
stal TV set was replaced by the backlight source of 
the present example. The brightness of the viewing 
20 screen was Increased and the quality of the dis- 
played image was improved greatly. 

INDUSTRIAL APPLICABILITY 

25 According to the present invention, a bright 

light scattering and guiding light source device of 
highly unrforni brightness can be- realized by add- 
ing simple contrivances to the shape of a light 
scattering guide used therein and by employing an 

30 appropriate exit direction modifying means togeth- 
er. 

As can be seen In the items (3) and (4) de- 
scribed above, the light scattering guide as the 
main part of the light scattering and guiding light 

35 source in accordance with the present invention 
can be fabricated by th use of conventional plastic 
molding techniques such as injection molding and 
extrusion molding. Therefore, it can be said that 
the novel device is much superior in economy and 

40 easiness of mass production to the prior art light 
scattering and guiding light source device which 
needs considerable cost to obtain a high uniformity 
in brightness. 

Where a fight scattering and guiding light 

45 source device in accordance with the present in- 
vention is mounted behind a liquid crystal display 
as a backlight source, the light scattering and guid- 
ing light source device forming the backlight 
source emits brightly, thus improving the display 

60 quality on the liquid crystal display. Since a light 
scattering guide used in the present invention has 
a thinned portion, it is made smaller and lighter 
compared with conventional light scattering guides 
having the same incident surface area as said light 

55 scattering guide. Consequently, the light scattering 
guide itself saves the material and can make a 
liquid crystal display compact, light and economi- 
cal, with the guide being incorporated. 
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Claims 

1. A light scattering and guiding light source de- 
vice comprising: 

a light scattering guide having at least one 5 
light incident surface region and at least one 
light exit surface region, said light scattering 
guide further having a region whose thickness 
decreases with the increasing distance from 
said light incident surface region; and io 

a light source means for supplying light to 
said light incident surface region. 

2. A light scattering and guiding light source de- . 
vipe as defined in claim 1 , 75 

wherein said light scattering and guiding 
light source device further comprises a scatter- 
ing light exit direction modifying means giving 
on said light scattering guide to modify the 
scattering light exit direction characteristic, 20 
said scattering light exit direction modifying 
means being mounted integrally with, or in- 
dependent of, said light scattering guide. 

3. A liquid crystal display comprising:. 25 

a liquid crystal display element; and 
a backlight source means mounted behind 
said liquid crystal display element, 

said backlight source means comprising a 
light scattering guide having at least one light 30 
incident surface region, at least one light exit 
surface region, and a region whose thickness 
decreases with the increasing distance from 
said light incident surface region, said bac- 
klight source means further comprising a light 35 
source means for supplying light to said light 
Incident surface region. 
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